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A METHOD FOR PRODUCING SPHERE-BASED CRYSTALS 

Cross Refe rence To Related App lication 

This application claims the benefit under 35 U.S.C. 1 19(e) of provisional application 
60/211.464 filed June 15, 2000. 



BACKGROUND OF TEIE INVENTION 
Precious opals are well known for their strikmg color displays. The strong color 
effect by these natural gemstones typically originates from their unique structures formed by 
closely packed unifonnly sized silica spheres (Sanders, 1964, l^ature 204:1 151-1153; Acta 
Crystallogr., 24:427-434). These highly orgamzed structures (super-latices of siUca spheres), 
witii sphere sizes in range that diffracts visible Hght, selectively diffract certain wavelengths ' 
of visible Kght and thereby produce strong, angle dependent colors corresponding to the 
diffracted wavelengths. 

In the prior art of synthetic opals, siUca spheres were first synthesized and then 
fractionated into fractions having a nairow particle size distribution. Thereafter, spheres with 
a desired range of size and uniformity were assembled into closely packed arrays by 
sedimentation or centrifixgation. The packed arrays were finaUy stabilized by heating or by 
the use of a cement-like material to bond the spheres together. 

Recently it has been discovered that materials with opal-like structures may be used as 
photonic band gap materials or crystals. An ideal photonic band gap crystal has the capabiUty 
to manipulate hght (photons) in the same way as semiconductors manipulate electrons. These 
crystals with complete band gaps hold the promise for fiiture siqjer-fast optical computing and 
optical communication technologies. 

An object of the present invention is to provide a novel process for the production of 
opal-like structures and to any novel intermediate and final products produced &ereby. Upon 
further study of the specification and appended claims, other objects and advantages of the 
invention will become apparent. 
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Summary Of The Invention 

It has been discovered accordmg to the invention described herein that sphere based 
crystals can be produced using a moving bed vacuum filtration process. As used herein, 
sphere-based crystals refers to crystals having an opal-like structure or an inverse opal-like 
structure, an opal-like structure refers to crystals comprising highly ordered spheres, and an 
inverse opal-like structure refers to crystals comprising highly ordered three dimensional air- 
spheres or bubbles. 

ha one aspect, sphere based crystals produced according to the invention may be used 
as Ught diffiraction pigment products, particularly, for example, as particulate pigment 
products. Pigment products according to the invention, may provide color effects in the 
visible light (VIS) range. Additionally, pigment products according to the invention may be 
suitable as functional infrared (IR) pigments or ultraviolet (UV) barrier pigments. 

In another aspect, sphere based crystals produced according to the invention may be 
used as photonic crystals, particularly, for example, for photonic and optoelectronic 
applications. Particularly contemplated as an aspect of the mvention are photonic band gap 
crystals produced by the methods disclosed herein. As used herein, photonic band gap 
crystals are one or more dimensional dielectric structures with refractive index modulations in 
the range of optical frequencies. As a result, theu: optical properties are dominated by strong 
diffraction effects and the propagation of the electromagnetic waves is strongly inhibited over 
a finite band of frequencies; this produces a dip in the transmission spectrum known as a stop 
band. Photonic band gap crystals have been described for example in the followmg 
references: Joaunopoulos et al., Photonic Crystals, Molding of the Light, Princeton University 
Press; Costas M. Soukoulis (ed.), Photonic Band Gap Materials, NATO ASI Series E, Vol. 
315, Kluwer Academic Publishers; Asher, et al., 1994, J. Am. Chem, Sac, 116:4997-4998; 
Wijnhoven, et al, 1998, Science 281:802-804; Zakhidov, et al, 1998, Science 282:897. 
Photonic band gap crystals may be employed, for example, in optical filtering, optical 
switching, or optical sensoring. Particularly preferred photonic band gap crystals are crystals 
with complete band gaps, which may be employed, for example, in super-fast optical 
computing and optical communication applications. As used herein, photonic band gap 
crystals having complete band gaps are defined as a three-dimensional periodic 
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stmcmr. in «,Uch a fi«que,^ bami of el«ta»ag„etic waves is foAidden, i„«pcctive of 
propagation directions in space. 

SplierebasKlciystalsaccordingtotlieinventionmaybesynthesizedusingamoviBg 
bed vacuum ffltation process. The bed move contoously throughout to prq«ation 
proces^s or stq,wise fi^n oue preparatiou zone to the next l^caUy a suspension of 
spheres is brought into contact with a moving filtration membrane (belt) which moves 

pref«*ly substantially horizontally overavacuum zone. Whilemoving through the vacuum 
zone, the suspension gradually becomes de-watered and the spheres gradually become closely 
packed After packing of the monosph«es. the packed monosphetes are typicaUy processed 

for stabiliza,i„r.31ep,«essoffl,emvention,,picaBy comprises the Mowingprefe^ 

phases: 

(1) monospheres are added to the moving bed filtration membrane, either while the 
bed is moving or while the bed is stationary; 

(2) monospheres on the membrane are moved horizontally over a vacuum filtration 

zone; 

(3) the packed monospheres are processed for stabilization. 

Tlie above described phases can be accompUshed sequentially, or with one or more 
steps occurring simultaneously. For example, optionally, the monospheres may be added to a 
movmg bed filtration membrane while the bed is moving and/or while a vacuum filtration 
pressure is being appUedto the packed spheres. AdditionaUy, optionally, thepacked 
monospheres may be processed for stabilization while the bed is moving and/or while a 
vacuum is being appHed to the packed monospheres. 

The vacuum belt filter is m§M§d to other filtration processes because (a) a 
horizontal, flat surface seems to be necessary to achieve good structure ordering of the 
crystals, (b) an open-up upper surface of filtered layer facUitate the infiltration and other 
treatments, (c) a thin (mm range at most) and even filtered layer is necessary to achieve 

complete and homogeneous infiltmtion which both the rotary and pressure filtrati^^ 
appear difficult to control. 

Processing of the packed monospheres for stabilization can include, for example, 
heating of the packed monospheres, or application of a chemical bonding agent to the picked 
monospheres, including, for example, infiltration of the interstitial spaces of the packed 
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' monospheres with a bonding agent. Typically, chemical bonding agents include but are not 
Jimited to precursors for metal oxides, for example, nano-sols of silica, zirconia, titania, tin 
oxide, etc.; partially hydrolyzed alkoxides of silicon, zirconium, titanium, tin, etc.; precursors 
for polymers, for example, styrene, methyl acrylate and methyl methaciylate; uncured and 
partially cured condensation polymers, for example the area or as other known bonding 
agents for silica. Typically, after infiltration of the packed monospheres with the bonding 
agent, the bonding agent may be processed further to cure the bonding agent. Processing of 
the bonding agent may include, for example, drying, polymerization, or condensation of the 
bondmg agent. Preferably, the mfiltration of the packed monospheres with the bonding agent 
is accomplished while the packed monospheres are being conveyed by the moving bed 
filtration membrane and/or while vacuum filtration pressure is being applied to the packed 
monospheres. Also preferably, curing of the bonding agent is accomphshed while the packed 
monospheres are being conveyed by the moving bed filtration membrane and/or while 
vacuum filtration pressure is being applied to the packed monospheres. 

Also contemplated as part of the mvention is the stabiUzation of the packed 
monospheres using a hydrothermal process. Preferably, the surfaces of the monospheres 
comprise reactive tanghng groups which would form inter-spheric bonds during the 
hydrothermal process. Treatment of the packed silica monospheres with a dilute base 
solution would generate a certain amount of hydroxyl groups on the surface of the 
monospheres. These hydroxyl groups between neighboring spheres would condense during 
hydrothermal treatment to bind the structure together. Alternatively, a suitable amount of 
nano-sols of an oxide, e.g., silica, zkconia, etc. may be added before the treatment, which 
would also condense with the spheres to form a stable structure. 

After removal of the packed monospheres firom the moving bed filtration membrane, 
the packed monospheres may undergo finlher finishing treatments. For example, to obtain 
sphere based crystals with an inverse opal-hke structure, the packed spheres which are 
bonded together by a bonding agent may be treated with a dissolving agent to remove the 
substance of the spheres. Typically, such treatment of the spheres would be accomplished 
after the bonding agent has been cured. 

A wide concentration range of the suspension of monospheres may be crystallized by 
this process, firom as dilute as a few percent of solids, e.g. 2% to as concentrated as 50% 
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soUds. However, a very dUute solution would take a long time to filter and very concentrated 
suspension may worsen the ordering of the crystal. The preferred concentration range of the 
monospheres is thus from 10o/„ solids to 20% solids. The suspending vehicle is preferably 
water, but other liquids can also be employed. 

A variety of filtering membranes may be used in this process. An important 
parameter that has to be considered in selecting a specific membrane is the pore size, which 
should be equal or slightly smaUer than the spheres to be filtered. For small scale 
preparations, polymer filtering membranes produced by, for example, Millipore or Osmonics, 
may be used. For large scale production, membrane cloths such as Gore-Tex® 
Membrane^olypropylene Felt Lammate made by W. L. Goie may be used. 

The vacuum level is also an important parameter &at largely detennines the filtration 
speed and to certain degrees detemiines the ordmng of the crystal. It should be maintained 
substantiaUy constant throughout the process to ensure a homogeneous packing of the 
monospheres. The preferred vacuum range is fiom -400 mm Hg to -600 mm Hg. Hie 
moving speed of the filtering membrane is detemiined by (he q,eed of filtration, which is 
mainly determined by the amount of spheres to be filtered per unit area of the filtering 
membrane, that is the thickness of the filtered cake. Relatively fast filtering speed may be 
accomplished without compromising the crystal quality by working with relatively thin layers 
of the monospheres.. The layer thickness may range from 50 /an to 5 mm. The preferred 
thickness is from 200 /tm to 1 mm. If a step-by-step moving process is used, the interval of 
steps is determined by the slowest step of the process, typically the filtration step. 

Brief Desc ription of the Drawinp ;s 

Figure 1 is a schematic flowsheet of an embodiment of the process of the invention. 

Figure 2 is a scanning electron microscope (SEM) photograph of a crystal of SiOa 
spheres produced by the moving bed filtration process of the mstant invention, as described in 
Example 1 below. 

Figure 3 is a scanning electron microscope (SEM) photograph of a crystal with an 
inverse opal-like structure produced by the moving bed filtration process of the instant 
invention, as described in Example 2 below. 
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As shown in Figure 1, monospheres are added to a moving filtration membrane or belt 
in zone I, while the bed is moving and while vacuum filtration pressure is being applied to 
zone I. In zone H, crystallization of the monospheres occurs via application of vacuum 
filtration pressure while the monospheres are conveyed by the membrane. In infiltration zone 
m, a bonding agent is added to the packed monospheres while the monospheres are conveyed 
by the membrane and while a vacuum filtration pressure is ^plied. In zone IV, the bonding 
agent is solidified or cured, and in this zone vacuum application may not be necessary. 
Alternatively, and more preferably, the zones are physically separated fiom one another with 
zone n and zone HI having individually controlled vacuum sources. In this process, the bed 
moves stepwise and the conveying membrane moves the materials &om. one zone to the next, 
step by step. In zone one, the pretreatment zone, the suspension may be pretreated 
ultrasonicaUy to enhance the diversion of the spheres. In zone E and zone M, same as 
above, the monospheres are organized by filtration and infiltrated by a binding agent, 
respectively. Also same as above, in zone IV, the monospheres are bound together to forai a 
stable structure, and when high temperature treatment is not needed the stable structure is 
fiirther processed as a final product in zone V. When high temperature treatment is 
necessary, the last step illustrated in figure 1 would be done separately. After the packed 
monospheres have been removed &ora the moving bed filtration membrane, the packed 
monospheres are further processed using high temperature finishing treatments to obtain the 
opal-like crystals or inverse opal-like crystals of the invention. The crystals were finally 
coUected typically as milUmeter size platelets, ground into the desired particle size range 
using either mechanical or fluid energy mills, and classified into different fiactions with 
desired size ranges. The Q symbol in the diagram indicates the application of a vacuum 
filtration pressure. 

Also contemplated as part of this invention are pigment compositions containing 
pigment particles, wherein the pigment particles comprise sphere based crystals having either 
an opal-like structure or an inverse opal-like structure. Pigment particles wiU typically range 
in size firom a few microns to a few millimeters, preferably firom 50 microns to 1000 microns. 
Pigment compositions which are contemplated as part of this invention include paint 
compositions, cosmetic compositions, and plastic compositions. The most preferred particle 
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Size range for paint and cosmetic compositions is from 50 to 300 microns. The most 
prefeired particle size range for plastic composition is from 100 to 500 microns. 

The spheres employed in the process are typically comprised of siHca or polymer 
material, including synthetic polymer material or natural polymer material. Iliere is virtuaUy 
no limitation regarding the material that comprises the sphere material, although the number 
of commerciaHy available spherical products, particularly those with high size umfonnity, is 
relatively small. For example, the spheres may comprises silica, polystyrene, 
polymethaciylate and polyvinyltoluene. 

Monodispersed silica spheres may be prepared following the weU-known process by 
Stober, Fink and Bohn (J. Colloid Interface Sci. 1968, 26,62). The silica monospheres used 
in the current invention were products of Merck, KgaA or prepared in house using the 
technology in U.S. 4,775,520 U.S. 4.91 1,903. Monodispersed polymer spheres may be 
purchased from IDS (Interfacial Dynamics Corp.). Bangs Laboratories and Duke Scientific. 
More detailed information regardmg monodispersed spheres may be found in a recent review 
article by Y. Xia, et al. (Advanced Materials, 2000, 12(10). 693-713). TheoreticaUy any one 
or a combination of materials may be used as far as they are single sized spheres having 
monodispCTsity. 

For inverse opal-like stmctures, the spheres employed in the process are preferably 
comprised of polymeric materials which could be easUy removed by thermal treatment 
However, silica spheres may be used eq,ecially when a polymeric inverse opal stmcture is the 
preferred product. In this case, the siUca may be removed after the polymeric fiamework is 
fomied by dissolving the siUca away with dilute hydrofluoric acid (see, for example, Colvin, 
et al., J. Am. Chem. Soc. 1999, 121, 11630-11637). 

Sizes for the monospheres employed will be chosen based on the specific appUcation 
intended. For the fomiation of sphere-based crystals for photonic crystals in the optical 
region, monospheres typically have a diameter of about 20 mn to about 30 fm, preferably 
about 100 mn to about 10 ^m. For crystals that work in the visible Ught range, such as for 
color pigment appUcations, the typical monosphere size ranges from about 150- 450 mn, 
preferably about 200-300 mn. For crystals that work in the UV fight region, the typical ' 

monosphere size ranges from about 20-200 mn, preferably about 50-150 mn. Similarly, for 
crystals that work in the infrared (IR) light region, the typical monosphere size ranges Lm 
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about 350 nm to 30 microns, preferably about 450 nm to 10 microns. Thus from an overall 
standpoint, the monospheres may have a size in the range of about 20 nanometers to about 30 
microns. 

The monosphere size for the reflection of a certain wavelength may be estimated 
using the Bragg equation (X=2nd sini?), where Xis the wavelength diffracted, n is the 
refractive index of the structure, d is the plane spacing, and d is the Bragg glancing angle. For 
example, the longest wavelength (5=ir/2) diffracted by the 1010 planes of a hexagonal closely 
packed stmcture (d=^03, r is the radius of the spheres) would be X=5.02r (assuming n=1.45 
for a structure based on silica spheres. For inverse opal-like structures where the spheres are 
theraially removed, the lattice parameters noimally decrease during the thennal removal 
process. This lattice shrinkage should be taken into accomt in the estimation of the diffiacted 
wavelength. The estunated refr&ctive index of the inverse opal-Uke structure material would 
also be needed. 

A very large number of precursor materials are available for the infiltration process. 
For example, any colloid species with a particle size range considerably smaller than the size 
of the spheres that form the crystal may be employed to infiltrate the crystal. Thus, a large 
number inverse opal-Uke structures based on metal and semiconductor materials may be 
employed including but not limited to Au, Ag, Si, and Ge. Additionally, for example, metal 
oxides may be employed as the infiltrating material. Particularly, metal alkoxides that can be 
controUably hydrolyzed into sols may be used for oxide filtration. Metal oxide species that 
may be employed include, for example, SiOj, AI2O3, TiCb, SnOa, FezOa, ZrOz, Ce02 and 
Y2O3. All of these materials have been tested in accordance with the invention as infiltratmg 
materials for the formation of inverse opal-like struchares, using polymer spheres. Relatively 
well organized air-sphere containing structures were produced m all cases, although the 
quality may vary from one material to another. Organometallic precursors may be employed 
to generate nitrides, carbides, and borides, as well as metal and semiconductor structures. 
Additionally, organic or organometallic monomers may be be infiltrated into the crystal 
stmctures and subsequently polymerized into organic, organometallic or inorganic networks. 
These materials are for inverse structure only. They can not be made into evenly sized 
spheres based on currently available technologies, so can not be made into normal opal 
structures. 
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TIK moving bed process for the pmduction of sph«e*a,ed crysMs 

may be used to produced crystals with au opal-like struc*^ or an inverse opal-like staCure 
whrchare basedonmonodispersedsystems, bi^^ersed syst«ns, or poly-dispersed systems 
m a monodispersed system, the spheres employed are essentiaUy of one size In a bi- 
d^persed system, spheres of^.0 different sizes are employed. Ihapolydispersedsystem 
spheres with greater than two different sphere sizes are employed 

It is also contemplated as part of this invention (hat spheres of two or more differ^, 

m^enalsmay beorganized to fomr^recrj^tal structure. For example, both polymer spheres 
and sihca spheres may be organized into one o^^tal structure. The p«^ acco«ling to the 

mvenbon may require special considerations when spheres of diffirent materials an, 
employed. If*especificgravi^ofthetwodi£ferentt>pesofspheresisdiffer»tthesphe,e 
typesmaybecomeseparatedduringthefiltraaonco^lfcationprocess. Addidonally ifte 
sur&ce properties of the two different t„^ of spheres are different separation, floccrf'ation 
or agglomeration may occur, tesultmg in poor crystal structures. 

In another aspect of the invention, spheres to be crystallized are coated with a layer of 
desned materials, or two or more layers of deshed materials, (..g. metals, metal oxides, or 

semrconductor materials, etc). ReUtivelyuni&rm layers of coaangarepreferredin order to 
maintain a highly ordered structure. 

Without further elaboration, it is believed that one skilled in the art can, using the 
preceding description, utilize the present invention to its fullest extent The following 
preferred specific embodiments are. therefore, to be construed as merely illustrative, and not 
Imutattve of the remainder of the disclosure in any way whatsoever. 

m the foregoing and in the following examples, all temperatures are set forth 
uncorrected in degrees Celsius; and. unless otherwise indicated, all parts and percentages are 
by weight. 

Tlie entire disclosure of all appUcations, patents and publications, cited above and 
below, are hereby incorporated by reference. 

EXAMPLKS 

Example!. Preparation of crystals having an opal-like structure using the moving bed 
filtration process. 
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Monodispersed spheres comprising Si02 (Merck of Germany or EM Industries Inc. 
Monosphere product) and having a diameter of approximately 250 mn were assembled into 
ordered crystals, using the stepwise vacuum bed filtration process according to the mvention. 
Hie concentration of the suspension is about 12 weight % in deionized water. A vacuum of 
about 20 in. Hg was used in the filtration process. After the filtration, which takes about 30 
minutes, the filtered layer was moved to the next stage, drying. Drying was done by using an 
mfirared heater put over the drying zone while the vacuum application was maintained. This 
process typically takes about 20 to 40 minutes. After drying the crjflstals were traosferred 
from the filter to a crucible, treated at 800*0 for about 12 hours to stabilize the crystals. A 
photographic image of the formed crystal is shown in Figure 2. The material showed a red 
diffraction color when viewed at an angle close to the normal axis of crystal surface, and a 
green diffraction color when viewed at an angle that is far away &om the nonnal axis. 

Example 2. Preparation of crystals having an inverse opal-like structure using the 
moving bed filtration process. 

Polystyrene spheres (from IDC) with a particle size of about 320 nm and about 2 
weigjit % in water were assembled into ordered crystals by a stepwise moving bed vacuum 
filtration process. The filtration conditions were the same as given in example 1 above. Then 
the filtered layer was moved to the next stage where the crystal layer were infiltrated with a 
silica sol prepared by controlled hydrolysis of tetraethyl orthosilicate (TEOS). The packed 
monospheres with infiltrated silica sol were ttien dried as described in example 1 . After 
drying, the material was removed from the filter and transferred to a crucible. The material 
was calcined at 500°C for one hour to remove the polymer spheres that were used as the 
template for the inverse opal structure. As shown in Figure 3, a highly ordered structure of 
uniform air-spheres in a silica matrix was obtained. A strong blue to bluish purple color was 
observed with this type of structure. 

The preceding examples can be repeated with similar success by substituting the 
generically or specifically described reactants and/or operating conditions of this invention for 
those used in the preceding examples. 

From the foregoing description, one skilled in the art can easily ascertain the essential 
characteristics of this invention, and without departing from the spirit and scope thereof, can 
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make various ch>,ges and modificatiom of the inve^oa to adapt it to various usages and 
conditions. 
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1 , A process for the production of opal-like or inverse opal-like sphere-based 
crystals comprising: 

(a) adding a suspension of monospheres to a flat moving bed filtration membrane; 

(b) moving the monospheres on the moving bed filtration membrane over a vacuum 
filtration zone to apply vacuum filtration pressure to the monospheres to obtain packed 
monospheres; 

(c) processing the packed monospheres for stabilization, said processing comprising 
heating and/or chemically bonding the packed monospheres. 

2. A process according to claim 1 , wherein processing of the packed 
monospheres for stabilization comprises infiltrating the packed monospheres with a chemical 
bonding agent. 



3. A process according to claim 2, wherein tiie infiltrating step is accomplished 
while the packed monospheres are moving on the vacuum bed filtration membrane and while 
a vacuum filtration pressure is being applied to the packed monospheres. 

4. A process according to claim 2, fiuther comprising curing the chemical 
bonding agent 

5. A process according to claim 1, wherein the monospheres comprise Si02. 

6. A process according to claim 1, wherein the monospheres comprise a 
polymeric material. 



7. A process according to claim 1, for the production of inverse opal-like sphere 
based crystals comprismg: 

(a) adding monospheres to the moving bed filtration membrane; 

(b) moving the monospheres on the moving bed filtration membrane horizontally over 
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a vaouum filtration 2one to apply vacumn filtration pressure to the monospheres to obtain 
packed monospheres; 

(c) processing the packed monospheres for stabilization by infiltrating the packed 
monospheres with a bonding agent; and 

(d) removing the monospheric material to obtain an inverse opal-like stmcture 
comprising air-spheres. 

8. A method according to claim 7, wherein the infiltrating step is accomplished 

while thepacked monospheres are moving on the vacuum bed filtration membrane and while 
a vacuum filtration pressure is being applied to the packed monospheres. 

9. A process according to claim 7, wherein the bonding agemt comprises SiO^ 
AI2O3. TiOa, SnOz, FezOs, ZrOz, CeCb or Y2O3. 

10. A process according to claim 6, wherein the polymeric material comprises 
polystyrene, polymethacrylate, orpolyvinyltoluene. 

11. A process according to claim 1. wherein the suspension has a concentration of 
monospheres of 2-50% by weight of solids in water. 

12. Aprocess according to claim 11, wherein the concentration is W/o to 20o/o by 

weight. 



13 . A process according to claim 1, wherein the 

nmHg. 



vacuum pressure is -400 to -600 



14. A process according to claim 1 1, wherein the vacuum pressure is -400 to ^^00 

nmHg. 



1 5. A process according to claim 12, wherein the 

nmHg. 



vacuum pressure is -400 to -600 
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16. A process according to claim 1, wherein the monospheres have a particle size 
in the range of 20 nanometers to 30 microns. 



17. A process according to claim 14, wherein the monospheres have a particle size 
in the range of 20 nanometers to 30 microns. 



18. A process according to claim 1 , wherein the monospheres are deposited in a 
layer thickness of about 50 microns to 5 millimeters. 

19. A process according to claim 1, wherein monospheres are deposited in a layer 
thickness of about 200 microns to 1 millimeter. 

i,J 

20. A process according to claim 1 8, wherein monospheres are deposited in a layer 
thickness of about 200 microns to 1 millimeter. 
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